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ABSTRACT : PURPOSE: To reduce a reject rate and to widen an adaptation range by preparing the 
part, where at least an air bag lid part must be formed, of a base material using a 
transparent material and irradiating an interior part with YAG laser beam on the side of the 
base material through the transparent material to form a notch to a buffer material or the 
buffer material and a skin material. 

CONSTITUTION: A skin material 1 is one formed by slush molding using, for example, a 
polyvinyl chloride powder and a base material 3 is obtained by injection molding using, for 
example, Noryl. As the base material 3, any transparent one composed of a polycarbonate 
or methacrylic resin other than Noryl may be used. The skin material 1 and the base 
material 3 are arranged in a foaming mold and, for example, a polyurethane foam material 
mixed in a predetermined ratio is thrown in the mold and molded to obtain an instrument 
panel 5 having a buffer material 2. Subsequently, the instrument panel 5 is irradiated with 
laser beam in the inside direction thereof through the base material 3 using YAG laser to 
form a notch 7. 
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